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3.  Will the wires cut into the thin metal?

Sometimes the metal expands first and is cut by the wires.
Make Z-shaped kinks in the wire to avoid cutting. (Fig. 13)

4.  Should the whole piece be heated or only the parts to be united?

The flame should be kept moving over the whole piece until
it becomes a dull red. As heat is applied remove the flame
at times to see if any part is red hot and likely to burn. This
part will show at once by its glow. When the whole piece is
sufficiently hot, direct the flame on the joint.

5.  Why does the solder roll into a ball and not melt?

When this happens a hotter flame is required and sometimes
more flux should be applied.

6.  Is it usual to pickle the work ajter each soldering?

It is best to pickle the work after each soldering to clean the
metal.